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AMENDMENTS TO THE CT ATMS 

This listing of claims will replace all prior versions and listings of claims in the 
application: 

LISTING OF CLAIMS: 

1 . (currently amended): A polyether ester elastic fiber comprising a polyether ester 
elastomer containing polybutylene terephthalate as a hard segment and polyoxyethylene glycol 
as a soft segment, characterized by having a coefficient of moisture absorption of not less than 
5 % at 35°C and at a RH of 95 % and a coefficient of water absorption extension of not less than 
10 0/o > wherein the polyether ester elastom e r io copolymorizod with at least one metal organic 
sulfonate selected from the group consisting of oodium 3,5 di( hydroxyothoxycarbonyl) 
bonzonosulfonato, potassium 3,5 di( hydroxyethoxycarbonyl) bonzenosulfonato, and lithium 
3,5 di( 0 hydroxy e thoxycarbonyl) b e nzonosulfonat e , and th e intrinsic viscosity of th e e lastic 
fib e r is not l e ss than 0.9 and the polyether ester elastomer is copolymerized with a metal organic 
sulfonate represented by the following general formula (1), and an intrinsic viscosity of the 
elastic fiber is 0.9 to 1 .2. 
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wherein Rl represents an aromatic hydrocarbon group or an aliphatic hydrocarbon group. 
XI represents an ester-forming functional group, X2 represents an ester-forming functional 
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group identical to or different from XI or a hydrogen »tn m . Ml rgEresents m alkali metaj or an 
alkaline ea rth metaL and i rep rese nts 1 or 2 . 



2. (canceled). 



3. (previously presented): The polyether ester elastic fiber according to Claim 1, 
wherein the shrinkage percentage of the elastic fiber in boiling water is not less than 10 %. 



4. (canceled). 



5. (previously presented): The polyether ester elastic fiber according to Claim 1, 
wherein the copolymerization quantity of the metal organic sulfonate is in a range of 0.1 to 20 
percent by mole based on the acid component constituting the polyether ester elastomer. 



6-7. (canceled). 



8. (previously presented): The polyether ester elastic fiber according to claim 1, wherein 
the ratio of the hard segment : the soft segment is in a range of 30 : 70 to 70 : 30 based on 
weight. 



9. (previously presented): The polyether ester elastic fiber according to claim 1, wherein 
a finishing oil in which at least one lubricant selected from the group consisting of mineral oils, 
silicones and aliphatic esters and an ether-based or ester-based nonionic surfactant occupy 70 to 
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100 percent by weight and 0 to 30 percent by weight, respectively, of said finishing oil is 
adhered to the surface of the elastic fiber in an amount of 0.5 to 5.0 percent by weight based oi 
the weight of said fiber. 

10. (original): The polyether ester elastic fiber according to Claim 9, wherein the 
viscosity of the finishing oil at 30°C is 5xl0" 6 to 4xl0' 5 m 2 /s. 

11 -20. (canceled). 

2 1 . (previously presented): A fabric comprising at least one portion including 
the polyether ester elastic fiber according to Claim 1 . 



comprising at least one portion including the polyether ester elastic fiber according to Claim 1. 



22. (previously presented): 



Clothing comprising at least one portion including 



the polyether ester elastic fiber according to Claim 1. 



23. (previously presented): 



Underwear, sportswear, lining, pantyhose, or socks 
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